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equal to i-J-d. per ton of tailings, and the working expenses for treating 3,000 tons per month are as follows :—
£                       d'
Filling and discharging leaching-vats 125 monthly      .    o-io per ton.
Cyanide    .....           75        ,           .      cr6
Lime        .....           15
Caustic soda     ....            6
Lead.....           14
Iron......           28
White labour    ....           65
Native wages and food      .        .           20
Coal......           57
Stores and general charges        .          41
1-2
°'5
I'l
2-2
5*2
1-9
4-6
^"450           or       3 shillings per ton.
At a great many works, where correct sampling and assaying is carried out, the results—that is, the gold won—agree pretty closely with the assay results. At the Worcester the following were the results for the month of August, 1894 :—
Ozs. Dwts. Grs.
1,350 tons tailings taken from settling vats containing        .  443     i    o gold 1-750       „         ,,         „        upper tailing dam containing 498   15   12   ,,
3,100 tons tailings which according to assay contain       .   941   16   12
3,100   ,,   residues         „          ,,         „         „               .   239    7   12
Balance, showing the theoretical output or 74-6 per cent.   702    9    o
Actual gold won, or 74-I per cent.         .       .       .        .   697   15   15
The tailings which were treated assayed from 6 to 8 dwts. The tailings, or residues, after treatment, assayed from i to 2 dwts. The solutions which leave the precipitation-boxes still contain some gold, and the analysis in this case showed that the strong solution contained 4 dwts. 8 grs. per ton of solution. The weak solution contained only 10 grs.
On an average, in these works, strong solutions carry from 4 to 5 dwts., and the weak from o to i dwt.